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SUMMARY 


High  density  and  tensile  properties  can  be  achieved  in  u-%  %  Ti 
by  water  quenching  from  the  y  phase  and  subsequently  ageing  at 
lower  temperature.  These  high  quench  rates  have  been  found  to 
give  rise  to  centreline  cracking  and  void  formation  in  medium  and 
large  diameter  bars  (i.e.  greater  than  approximately  20mm  diameter) . 

In  the  present  work  the  effects  of  quench  rate,  mode  of  quenching 
and  subsequent  ageing  treatments  on  microstructure  and  properties 
of  a  U-^j  wt  %  Ti  alloy  have  been  investigated.  Particular  emphasis 
has  been  placed  upon  heat  treatment  of  35mm  diameter,  Y-extruded, 
bar. 

Cooling  rates  in  the  range  2  -  480  Ks  ^  were  obtained,  resulting  in 
a  wide  spectrum  of  microstructures  ranging  from  granular  o  after 
slow  rates  of  cooling  to  almost  fully  martensitic  o'  after  faster 
cooling.  By  optimising  the  rate  and  mode  of  quenching  the  problems 
of  centreline  cracking  and  void  formation  have  been  circumvented. 

Even  at  the  fastest  cooling  rates  only  approximately  half  to  three- 
quarters  of  the  available  titanium  was  retained  in  solution. 
Nevertheless,  s\±)sequent  ageing  at  450°C  produced  hardnesses  in 
excess  of  480  Hv^^  due  to  precipitation  of  U2Ti. 

Extrusion  in  the  y  phase  resulted  in  a  pronovmced  texture  with 
(002)  perpendicular  to  the  extrusion  direction.  This  preferred 


orientation  could  be  eliminated  or  diminished  by  reheating  into 
the  y  phase.  Pronounced  textvuring  was  not  produced  in  bars  by 
controlled  immersion.  However,  other  work  on  a-extruded  bars 
has  shown  that  it  is  possible  to  induce  prominent  textures  by 
this  method. 
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INTRODUCTION 


Alloys  of  uranixjm  with  molybdenum  or  titanium  have  been 
developed  as  possible  penetrator  materials  because  of  their 
high  hardness  and  tensile  strength Of  the  titanixm 
containing  alloys  the  composition  U-\%  Ti  has  been  selected 
for  further  investigation.  Ihe  alloy  is  produced  commercially 
by  casting  into  8"  cind  12"  diameter  ingots  and  subsequently 
extruding  in  the  y  phase  to  1^"  diameter  rod.  To  obtain 
optimum  properties  the  extruded  rod  must  be  quenched  from  the 
Y  phase  and  aged  to  peak  hardness  at  temperatures  in  the  region 
of  400  -  500°C.  Moderately  high  quench  rates  are  required  to 
retain  sufficient  titanium  in  solution  to  give  a  satisfactory 
age  hardening  response.  At  these  quench  rates  non-uniform 
microstructures  across  the  section  of  bars  greater  than  approx¬ 
imately  k"  diameter  give  rise  to  problems  of  centreline  cracking 
and  void  formation. 

The  aim  of  the  present  work  has  been  to  obtain  a  better  understanding 
of  the  effects  of  post  extrusion  thermal  treatment  on  the  micro¬ 
structure  and  properties  of  a  U-%wt  %  Ti  alloy.  Particular  enphasis 
has  been  placed  upon  the  effect  of  various  modes  of  quenching  and 
the  subsequent  ageing  of  full  sized  bar  specimens,  35mm  in  diameter. 
The  possibilities  of  inducing  a  transformation  texture  in  these 
bars  by  controlled  immersion  quenching  have  also  been  investigated. 


TEC31NICAL  BACKGROUND 
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i)  The  Equilibrium  Phase  Diagram 

Hie  uranium-titanium  phase  diagram  has  been  studied  by  several 
workers .  The  most  comprehensive  work  is  that  due  to 
Knapton^^^  who  reported  that  above  898°C,  y-uranium  cuid  8“titanium 
form  a  complete  range  of  solid  solutions.  An  intermediate  e-phase 
(U2Ti)  forms  frcan  y-uranium  at  898°C  and  9.02  wt%  Ti.  A  eutectoid 
reaction  exists  at  0.83  wt%  Ti  and  723°C  by  which  y-uranium 
decomposes  to  8-uranium  and  U2  Ti.  The  3  phase  transforms  to 
a  +  U2Ti  at  667°C  and  the  solubility  of  titanium  in  a-uranium 
is  less  than  0.18  wt%  Ti.  Hie  uranium- rich  region  of  the  uranium- 
titanium  equilibrium  phase  diagram  due  to  ICnapton^^^  is  shown  in 

(3  4) 

Figure  1.  Similar  findings  have  been  reported  by  Udy  and  Boulger  ' 
but  are  at  variance  with  Knapton's  findings  concerning  the  range 
of  the  U2Ti  field,  the  y-eutectoid  position  and  the  solubility  of 
titanium  in  a-and  S-uranium.  Hie  results  of  Knapton  have,  however, 
been  confirmed  by  several  workers  '  ^and  his  interpretation  of 
the  phase  diagram  is  now  widely  accepted  and  has  been  used  throughout 
the  present  work. 

ii)  Nomenclature 

The  nomenclature  used  in  the  present  work  to  denote  the  various 

metastable  phases  and  variants  was  that  proposed  by  Lehmann  and 
(9) 

Hills  in  which  the  symbol  a  denotes  structures  which  are 
modifications  of  orthorhombic  a-uranium.  A  superscript  denotes 
deviations  from  the  orthorhombic  structure.  The  structure 
resulting  from  a  relative  contraction  of  the  'b'  lattice  parameter 
is  designated  a'  while  that  derived  from  a  relative  contraction 
of  the  'b'  parameter  in  conjunction  with  a  change  to  a  monoclinic 
structure  is  denoted  by  a".  Morphological  characteristics  are 
denoted  by  subscripts.  The  subscripts  'a' ,  'b'  and  'n'  are  used 
to  denote  acicular,  banded  and  nucleation  and  growth  type  structures 
respectively.  In  a  similar  manner,  superscripts  are  used  to  denote 
crystallographic  deviations  from  the  bcc  y-phase.  For  instance  a 
tetragonal  variation  of  y  would  be  designated  y°. 


EXPERIMENTAL  DETAILS 


Two  quenching  furnaces  have  been  constructed  and  used  in  the 
present  work.  The  first,  a  gas  quenching  furnace,  was  described 
in  detail  in  a  previous  report and  con5>rised  of  an  evacuated 
column  in  which  the  specimen  was  held  and  induction  heated. 
Quenching  was  achieved  by  opening  the  vacuum  to  a  reservoir  of 
either  argon  or  helium  gas.  Quench  rates  of  up  to  480  Ks  ^  were 
achieved  in  this  way. 

The  second  furnace  facilitated  liquid  quenching  of  full  sized 

bars  under  vacuum.  Ihe  final  design  is  shown  diagrammatically 

in  Figxire  2.  The  system  was  punned  by  a  2"  oil  diffusion  pump 

“6 

with  liquid  nitrogen  cold  trap.  A  vacuum  of  3  x  10  mb  was 

achieved  regularly  at  room  temperature.  (The  pressure  was 

measured  at  the  bottom  of  the  furnace  tube) .  Outgassing  for 

a  minimum  of  12  hours  at  500°C  was  necessary  in  order  that  the 

vacuum,  during  subsequent  heating  to  78o°C,  should  not  deteriorate 
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to  worse  than  3  x  10  mb.  On  quenching  the  vacuum  deteriorated 
momentarily  to  roughly  10  ^mb  but  recovered  quickly. 

Specimens  were  of  full  diameter  bar  stock,  roughly  6"  in  length. 
Adsorbed  surface  layers  were  removed  electrochemically  to  reduce 
contcimination  of  the  vacuum  during  heating  to  temperature  and  to 
permit  more  efficient  hydrogen  outgassing.  Holes  were  drilled 
radially  in  the  specimens  at  30,  50  and  70mm  from  the  bottom 
end  to  accommodate  thermocouples.  The  specimen  was  secured  in  a 
zircaloy-2  collar  at  one  end  by  means  of  a  diameter  zircaloy- 
2  pin  passing  through  the  specimen  and  collar.  The  purpose  of 
the  collar  was  to  maintain  the  specimen  centrally  in  the  furnace 
tube  and  to  ensure  that  the  specimen  was  positioned  correctly 
for  quenching.  The  vertical  position  of  the  specimen  in  the 
furnace  tube  was  monitored  by  means  of  a  'dummy'  specimen  outside 
the  furnace. 

Ageing  of  quenched  bars  was  performed  in  a  horizontal  ageing 
furnace  at  a  vacuum  of  better  than  5  x  10  ^mb.  The  temperature 
of  the  specimen  was  monitored  by  a  Pt/Pt-13Rh  thermocouple  in 
contact  with  the  specimen.  Hie  temperature  of  the  furnace  was 
controllable  to  ±  4*^0  at  500°C. 


RESULTS  AND  COMMENTS 


4. 1  The  As-received  Structure 

Ihe  as-received  material  was  relatively  free  of  inclusions. 

A  full  chemical  analysis  is  shown  in  Table  1,  The  principal 
impurity  is  silicon  which  is  most  probably  concentrated  in  the 
glassy  silicate  inclusions  which  are  occasionally  observed. 

Tbe  only  other  impurities  present  at  significant  levels  are 
Mg  and  Fe.  As  reported  previously,  the  structure  under  polarised 
light  consisted  of  an  irregular  a  grain  structure  (Figure  3a) . 

This  bore  little  resemblance  to  the  etched  structure  which 
consisted  of  eutectoid  a  +  and  residual  areas  between 

the  eutectoid  regions  which  had  decomposed  by  nucleation  and 
growth  to  a  more  equiaxed  structure.  (Figure  3b) .  The  euctectoidal 
nature  of  the  microstructure  and  the  titanium  distribution  are 
clearly  defined  in  the  scanning  electron  micrograph  and  titanium 
linescan  in  Figures  4a  and  b.  The  as-received  structure  was 
consistent  with  that  produced  by  slow  cooling  from  y*  lac)c 

of  correspondence  between  polarised  and  etched  structures  resulted 
from  the  fact  that  while  polarised  light  revealed  the  equilibrium 
room  temperature  a  structure,  the  etched  structure  represented  the 
titanium  distribution  established  at  higher  temperatures. 

The  hardness  of  the  as-received  material  varied  from  336  Hv. 

30 

(±  10  at  the  front  end  of  the  extrusion  to  314  Hv^^  at  the 

trailing  end. 

4. 2  The  Effect  of  Cooling  Rate  on  Microstructure 

After  cooling  from  780°C  at  between  2  and  lOKs  the  structure, 
viewed  under  polarised  light,  consisted  of  a  mixture  of  equiaxed 
cind  lath-type  a  (Figure  5a)  .  The  orientation  of  the  Widmanstatten- 
type  a  laths  chcinged  from  one  prior  y  grain  to  another  eind  was 
thus  a  function  of  prior  y  orientation.  A  single  phase  delineation 
of  the  prior  y  boundaries  was  often  observed.  After  etching 
(Figure  5b)  the  structure  consisted  of  laths  of  lamellar  a  +  U^Ti 


surrounding  residual  areas  which  had  decomposed  to  a  fine 


granular  morphology.  Very  similar  structures  were  observed 
after  cooling  from  880°C  indicating  that  the  microstructures 
were  not  significantly  affected  by  holding  temperature  in  the 
Y  phase.  The  increase  in  cooling  rate  from  2  to  10  Ks  ^  resulted 
in  a  slight  increase  in  hardness  from  311  to  330  This 

change  may  not  be  significant  since  it  is  within  the  spread  of 
values  obtained  from  the  as-received  material. 

Increasing  the  cooling  rate  to  30  Ks  ^  produced  a  structure 
which,  under  polarised  light,  was  comprised  of  fine,  martensitic 
ot'  needles  in  a  very  fine  granular  a  matrix  (Figure  6)  .  Etching 
revealed  colonies  of  a'  within  the  prior  Y  grain  structure.  A 
differential  etching  effect  was  apparent  at  prior  Y  grain  boundaries. 
There  was  no  evidence  of  a  change  of  titanium  content  at  the 
boundaries  observed  by  titanium  linescans  in  the  scanning  electron 
microscope.  Under  polarised  light  these  regions  were  comprised 
of  a  fine  granual  a  structure.  A  significant  increase  in  hardness 
to  approximately  394  Hv^^  was  obtained. 

Further  increases  in  cooling  rate  to  45,  98  and  170  Ks  ^  resulted 
in  progressive  increases  in  the  proportion  of  a'  in  the  structures 
and  a  general  coarsening  of  the  martensitic  plates  until  at  a  cooling 
rate  of  approximately  320  Ks  ^  (Figure  7)  the  structure  was  almost 
entirely  martensitic.  However,  the  fine  granular  a  persisted  at 
prior  Y  boundaries.  Similar  structures  were  observed  at  480  Ks 
which  was  the  highest  cooling  rate  achieved  in  the  present  work. 

Hie  specimens  quenched  at  98,  320  and  480  Ks  ^  were  too  thin  to 
yield  meaningful  hardenss  measurements.  The  hardness  after  quenching 
at  170  Ks  ^  was  approximately  414  Hv^^CilO  which  is  similar 

to  that  obtained  after  cooling  at  45  Ks 

In  summary,  very  slow  cooling  rates  (i.e.  2  Ks  ^  or  less)  produced 
cin  equiaxed  a  structure  under  polarised  light  and  a  lamellar 
a  +  82X1  structure  after  etching.  Slightly  faster  cooling  induced 
a  directionality  in  the  granular  a  matrix  which  with  further  increase 


u 


TABLE  1.'  ANALYSIS  OF  AS-RECEIVED  U-O. 75  wt  %  Ti  ALLOY 


Element 

Concentration 
(p.p.m.  by  atoms) 

Ti 

6,000* 

Si 

1,000 

Mg 

loo 

Fe 

30 

Ca 

10 

A1 

10 

Co 

<1 

Mn 

3 

S 

10 

P 

<1 

Zn 

6 

Cu 

5 

Cr 

3 

Ni 

<3 

K 

3 

u 

Base 

*  This  figure  is  unreliable  since  mass 
spectrometry  is  not  accurate  at  these 
levels  of  Ti. 
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in  ccx>ling  rate  gave  way  to  a  martensitic  a'  structure  with 
fine,  granular  a  at  prior  y  boundaries. 

4.3  Quenching  of  Full  Size  Bars 

In  order  to  characterise  the  microstructures  obtained  by  cooling 
full  size  bars,  and  to  relate  these  to  the  gas  quenched  structures, 
full  size  bars  (35inm  diameter)  were  quenched  by  various  modes  into 
oil. 

i)  Plunge  Quenching 

The  microstructural  regions  resulting  from  plunge  quenching  a 
full  size  bar  are  shown  in  Figure  8a.  The  cooling  rate  was  greatest 
at  the  end  of  the  bar  where  initial  contact  was  made  with  the 
quenchant.  The  microstructure  in  this  region  (Figtare  9a  and  b)  , 
consisted  almost  entirely  of  coarse,  martensitic  a'  with  only 
occasional  non-martensitic  regions  observed  usually  at  prior  y  grain 
boundaries.  At  a  distance  of  approximately  8niii  from  the  end  of  the 
bar  the  martensitic  a'  structure  persisted.  However,  a  refinement 
of  the  a'  lath  size  and  an  increase  in  the  eimount  of  fine  greuiular 
a  at  prior  y  grain  boundaries  was  observed  (Figure  10a).  Furthermore, 
towards  the  centre  of  this  region,  colonies  of  fine  equiaxed 
a  were  observed  which  had  initiated  at  prior  y  grain  boundaries 
(Figure  10b) .  This  type  of  microstructure  became  more  prominent 
with  increase  in  distance  from  the  end  of  the  bar.  Figures  11a  and 
b  show  the  structure  close  to  the  centre  of  the  bar  at  60mm  from 
the  bottom  end.  The  measured  cooling  rate  was  approximately  7o  Ks' 

The  microstructure  consisted  of  a  at  prior  y  boundaries  with 
martensitic  a'  regions  within  the  prior  y  grains.  Under  polarised 
light  the  non-martensitic  regions  were  of  two  forms;  fine  equiaxed 
granular  regions  and  larger  single  phase  regions  such  as  that  marked 
'A'  in  Figure  11a.  These  two  a  morphologies  may  reflect  different 
modes  of  transformation  from  y.  This  point  will  be  discussed  in 
detail  later. 


Figure  12  shows  evidence  of  star-shaped  pores  observed  at  a  single 
localised  region  at  the  centre  of  the  plunge  quenched  bar  ,  60mm 


from  the  bottom  end.  Slight  microstructural  changes  were  evident 
in  the  vicinity  of  the  defects.  It  is  possible  that  these  defects 
are  a  type  of  centreline  void  formed  by  quenching.  It  is  also 
possible  that  they  were  caused  by  shrinkage  porosity  not  healed 
by  extrusion  of  the  bar.  This  was  the  only  observation  of  such 
defects  during  the  present  work. 

The  proportion  of  non -martensitic  a  decreased  with  increased 
distance  from  the  centre  of  the  bar.  Figure  13  shows  the  structure 
close  to  the  edge  of  the  bar,  60mm  from  the  bottom  end.  Although 
the  structure  was  predominantly  martensitic,  a  fine  granular  a 
delineation  of  prior  y  grain  boimdaries  was  evident.  With  reference 
to  the  gas  quenched  microstructures,  the  structure  shown  in  Figure  13 
is  consistent  with  a  cooling  rate  of  roughly  90  -  lOO  Ks 

With  the  exception  of  the  porosity  defects,  the  structures  observed 
at  60mm  from  the  end  of  the  bar  were  typical  of  those  in  the  remainder 
of  the  bar. 


In  general,  little  variation  in  hardness  of  the  plunge  quenched 
bar  was  observed.  The  average  hardness  was  368  Hv^^  (  ±  10  Hv^q) 
although  a  trend  towards  higher  hardnesses  e.g.  385  Hv^q  towards  the 
centre  of  the  bar  was  noted.  These  higher  hardnesses  at  the  centre 
can  be  attributed  to  increased  pracipitation  of  U^Ti  during  cooling. 

ii)  End  Quenching 

A  full  diameter  bar  6'-'  in  length,  was  heated  to  780°C  and  then  cooled 
by  immersion  of  one  end  in  oil  to  a  depth  of  25mm.  The  rates  of 
cooling  at  700°C  at  the  centreline  of  the  bar,  measured  at  distances 
of  30,  50  and  70  ram  from  the  quenched  end  were  11  Ks  8  ks  ^  and 

3  Ks  ^  respectively.  The  bar  could  be  divided  into  five  micro- 
structural  regions  (Figure  8b).  These  were:- 

1)  The  high  cooling  rate  at  the  end  of  the  bar  which 

made  initial  contact  with  the  quenchant  was  reflected 
in  a  coarse,  almost  fully  martensitic  a'  structure 
with  fine  granular  a  occasionally  observed  at  prior 
Y  grain  boundaries. 


2) 


Between  approximately  2  -  20nin  from  the  quenched  end 
the  martensitic  a*  structure  persisted  but  the  granular 
a  phase  became  more  predominant  at  the  prior  y  boundaries, 
(see  Figure  14) ,  particularly  neeu:  the  centre  of  the 
bar.  At  lOmm  from  the  quenched  end  very  fine  granular 
a  was  also  observed  between  the  a'  laths  within  the 
prior  y  grains,  as  in  Figure  15. 

3)  The  amount  of  non-martensitic  a  increased  with  distance 
from  the  quenched  end  of  the  bar  until  at  50mm  from  the 
quenched  end  the  structure  under  polarised  light  con¬ 
sisted  of  a  low  volume  fraction  of  fine  a'  laths  within 
a  granular  a  matrix  (Figure  16a) .  Etching  did  not 
highlight  the  martensitic  laths  as  in  previous  a' 
structures  but  instead  the  etched  structure  adopted  a 
feathery  appearance  (Figure  16b  and  c)  more  reminiscent 
of  the  lamellar  structures  produced  by  slow  cooling. 

4)  At  greater  distances  from  the  quenched  end  of  the  bar  the 
martensitic  structure  was  replaced  by  a  directional 

lath  or  Widmanstatten-type  morphology,  which  existed 
within  the  coarsened  granular  a  matrix,  as  shown  in 
Figure  17a.  On  etching  this  structure  adopted  a  feathery 
appearance  together  with  regions  which  were  more 
obviously  eutectoidal,  (Figure  17b) . 

5)  Finally,  at  distances  of  75mm  and  more  from  the 
quenched  end  the  VJidmanstatten-type  structure  gave 
way  to  a  fully  equiaxed  a  structure  typical  of  that 
after  very  slow  cooling  rates  in  the  as-received 
material. 

The  variation  of  hardness  with  distance  in  the  end  quenched  bar  is 
shown  graphically  in  Figure  18.  Up  to  a  distance  of  20  -  25mm  from 
the  quenched  end  the  hardness  was  approximately  370  Hv^^  (±  10  Hv^^) . 
Between  25  and  40mm  the  hardness  increased  to  approximately  395  Hv^^ 
(±  10  Hv^q)  after  which  it  remained  almost  constant.  The  drop  in 
hardness  at  higher  cooling  rates  is  most  likely  to  be  due  to  the 
retention  of  Ti  in  solution  and  suppresion  of  U2Ti  precipitation. 
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iii)  Controlled  Quenching  at  100  mm/s. 

A  full  diameter  bar,  6"  in  length  was  heated  to  780°C  and 
immersed  in  oil  at  a  rate  of  lOO  mm/s.  The  resulting  micro- 
structural  regions  are  shown  diagrammatically  in  Figure  8c. 

Ihe  region  immediately  adjacent  to  the  end  of  the  bar  which 
made  initial  contact  with  the  quenchant  exhibited  cin  almost  fully 
martensitic  a'  structure.  Prior  y  grain  boundaries  were 
occasionally  delineated  by  a  fine  granular  a  phase.  This 
delineation  became  more  prominent  with  increased  distance  from 
the  end  of  the  bar  (Figure  19a)  although  most  of  the  structure 
remained  martensitic  (Figure  19b) .  Finer  laths  within  the 
coarse  martensitic  a'  laths  could  be  resolved  at  higher 
magnifications  after  etching,  as  in  Figure  20.  At  a  distance 
of  roughly  30  -  35mm  from  the  bottom  end  the  a'  lath  size  became 
more  refined  and  more  extensive  regions  of  granular  a  were 
observed  at  prior  y  grain  boundaries.  A  typical  structure  is 
shown  in  Figure  21.  At  50mm  from  the  bottom  end  extensive 
colonies  of  granular  a  were  observed  (Figure  22) .  Martensitic 
areas  persisted  between  the  a  colonies.  This  microstructure  was 
typical  of  that  in  the  remainder  of  the  bar  where  the  measured 
cooling  rate  was  approximately  65  Ks 

The  variation  in  hardness  with  distance  from  the  bottom  of  the  bar 

is  shown  graphically  in  Figure  23.  The  hardness  increased  slightly 

from  340  to  370  Hv^^  (  ±10  Hv^^)  over  the  first  40mm  from  the  end 

of  the  bar.  Thereafter  it  remained  almost  constant  at  370  -  380 

Hv-^  with  increased  distcince  from  the  end  of  the  bar.  This  trend 
30 

is  similar  to  but  less  pronounced  than  that  in  the  end  quenched 
bar  where  the  hardnesses  were  generally  20  -  30  Hv^^  higher.  This 
difference  can  be  ascribed  to  the  higher  cooling  rate  in  the 
controlled  quenched  bar  and  hence  less  precipitation  of  U2Ti  during 
the  quench. 

iv)  Controlled  Quenching  at  lO  mm/s. 


The  microstructural  regions  resulting  from  controlled  quenching  at 
an  immersion  rate  of  10  mm/s  are  shown  in  Figure  8d.  Microstructurally , 
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the  bar  was  very  similar  to  that  quenched  by  immersion  at  lOOmm/s 
except  that  the  slower  Immersion  rate  (and  hence  slower  cooling 
rate)  promoted  the  formation  of  non-martensitic  a.  Ihis  manifested 
itself  in  a  shift  of  all  the  microstructural  zones  towards  the  bottom 
end  of  the  bar.  Figures  24a  and  b  are  typical  of  the  structure 
observed  in  the  greater  portion  of  the  bar  which  was  comprised  of 
martensitic  a’  within  prior  y  grains  and  fine  granular  a  in  colonies 
and  delineating  prior  y  grain  boundaries.  It  is  interesting  to  note 
that  compared  with  the  bar  immersed  at  lOO  mm/s,  the  rate  of  immersion 
of  the  present  specimen  was  reduced  by  an  order  of  magnitude  but  the 
cooling  rate  measured  at  similar  points  in  the  bars  fell  from  approx¬ 
imately  65  Ks  ^  to  5o  Ks 

The  hardness  variation  in  the  bar  immersed  at  10  mm/s  showed  a 
similar  trend  to  that  in  the  bar  immersed  at  the  faster  rate.  The 
hardness  rose  from  a  value  of  approximately  350  Hv^  to  the  end  of 
the  bar  and  remained  almost  constant  at  370  Hv^  at  distances  greater 
than  25mm  from  the  end. 

4.4  The  Effect  of  Ageing 

Previous  work^^^'^^^  has  indicated  that  peak  hardness  in  the  present 
alloy  can  be  achieved  by  ageing  for  approximately  3  hours  at  450°C. 

The  end  quenched  bar  specimen  was  ‘therefore  given  this  ageing  treatment 
in  order  to  determine  the  effect  of  ageing  on  the  full  range  of 
microstructures.  A  second  bar,  controlled  quenched  at  lOOmm/s,  was 
also  aged  with  a  view  to  determining  the  hardening  response  obtainable 
in  bars  oil  quenched  after  y  extrusion. 

i)  Ageing  of  End  Quenched  Bars 

Ageing  of  the  end  quenched  bar  for  3  hours  at  450°C  had  little 
discernible  effect  upon  the  optical  microstructure.  As  in  the  unaged 
bar,  the  structure,  up  to  approximately  50mm  from  the  quenched  end, 
consisted  of  a  mixture  of  martensitic  o'  and  fine  granular  a  ;  the 
latter  being  usually  associated  with  prior  y  grain  boundaries. 

Figure  25  shows  a  typical  microstructure.  At  greater  distances  from 
the  end  of  the  bar  the  microstructure  adopted  a  Widmanstatten 


appearance  (Figure  26)  which,  with  increased  distance,  gave  way 
to  an  equiaxed  granular  a  structure. 


The  variation  in  hardness  with  distance  in  the  bar  after  ageing 
is  shown  in  Figure  18  where  it  is  coii5>ared  with  the  unaged  hardness. 
Hardnesses  in  the  region  of  460  -  490  Hv^^  were  achieved  in  the 
first  20  -  30nim  of  the  specimen.  At  greater  distances  from  the 
quenched  end  the  hardness  dropped  to  approximately  390  -  400  Hv^q. 

By  comparison  with  the  tinaged  hardness  it  is  seen  that  at  a  distance 
of  30inm  and  over, little  or  no  hardening  was  achieved  by  ageing  at 
450°C.  However,  in  regions  of  the  specimen  where  the  quench  rate 
was  sufficiently  high  to  retain  appreciable  amounts  of  titanium  in 
solution  (i.e.  at  less  than  30mm  from  the  quenched  end) ,  an  increase 
in  hardness  of  approximately  lOO  Hv^^  was  achieved.  It  is  concluded 
that  while  only  comparatively  low  hardnesses  can  be  achieved  by  the 
retention  of  titanium  in  solution,  the  hardness  can  be  considerably 
increased  by  the  precipitation  of  titanium  in  the  form  of  U2Ti. 

ii)  Ageing  of  Bar  Controlled  Quenched  at  lOO  mm/s. 

Ageing  of  the  end  quenched  bar  indicated  that  a  sufficiently  high 
cooling  rate  achieved  thou^out  a  bar  would  result  in  a  good  heurdening 
response  on  subsequent  ageing.  The  bar  quenched  by  immersion  in  oil 
at  loo  mm/s  was  therefore  aged  for  3  hours  at  450°C.  By  comparison 
with  the  unaged  bar,  little  change  in  microstructure  resulted  from 
ageing  although  some  evidence  suggested  that  the  granular  a  regions 
at  prior  Y  grain  boundaries  were  slightly  more  extensive  after  ageing. 
This  was  difficult  to  quantify. 

The  variation  of  hardness  with  distance  in  the  bar  after  ageing 
is  shown  in  Figure  23.  Close  to  the  end  of  the  bar  where  the  initial 
quench  rate  was  highest  ageing  resulted  in  an  increase  in  hardness 
from  340  to  520  In  most  of  the  bar,  where  the  cooling  rate  had 

stcibilised  at  approximately  65  Ks  (measured  on  the  centreline  of 
the  bar)  ageing  produced  a  hardness  of  between  470  and  480  which 

represented  an  increase  of  approximately  100  Hv^q  over  the  as-quenched 
material. 


TABI.1-:  2  :  RESULTS  OF  X-RAY  EXAMltlATION 
COMPOSITION  TEXTURE  COEFFIcTeNTS^OF 

(At.%  Ti)  FIVE  MOST  PROMINENT  PLANES  COMMENT 


( 


1 
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4.5  X-Ray  Diffraction  Studies 

Selected  specimens  were  excunlned  by  X-ray  diffraction  in  order 
to  determine 

a5  preferred  orientation 

and  b)  amoimt  of  titanium  in  solid  solution  by 
'b'  lattice  parameter  determination. 

The  preferred  orientation  of  san^les  was  investigated  by 
determining  texture  coefficients  (TC)  for  diffraction  peaks 
using  the  expression: 


in  which  I  is  the  observed  height  of  the  hki  peak 

is  the  corresponding  intensity  for  a  random  sample 
and  n  is  the  number  of  diffraction  peaks  employed 
in  the  analysis. 

A  texture  coefficient  is  proportional  to  the  volume  amount  of 
material  which  is  oriented  with  an  {hkJl}  plane  parallel  to  the 
surface  of  the  sample.  The  saii5>re  surfaces  examined  were 
perpendicular  to  the  long  direction  of  the  bar.  Hence  the 
texture  coefficient  so  obtained  revealed  the  way  in  which  the 
a  was  orientated  relative  to  a  plane  perpendicular  to  the  extrusion 
direction,  i.e.  the  orientation  of  a  along  the  extrusion  direction. 

The  results  of  the  X-ray  examinations  are  shown  in  Table  2.  A 
pronounced  (002)  texture  was  observed  in  the  as-received  material 
which  had  been  y  extruded.  Si±>sequent  reheating  into  y  and  cooling 
at  various  rates  between  2  Ks  ^  and  300  Ks  destroyed  or  reduced 
this  (002)  texture.  No  strongly  preferred  orientation  was  observed 
in  any  of  the  specimens  examined.  Slow  cooling  from  780°C  at  2  Ks 
produced  an  almost  random  structure  while  cooling  at  the  same  rate 
from  880°C  produced  a  slightly  more  prominent  (002)  texture 
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although  this  was  still  relatively  weak.  Increased  cooling  rate 
to  between  100  and  300  Ks  ^  produced  prominent  (130)  and  (113) 
textures.  Quenching  of  bar  specimens  did  not  produce  strongly 
pronounced  textures  although  (021)  and/or  (002)  were  prominent 
in  these  specimens. 

'ttie  'b'  lattice  parameter  of  uranium  is  the  most  sensitive  to 
solute  content  and  decreases  with  increased  titanium  in  solution. 

Ihe  accepted  'b'  lattice  parameter  for  pure  uranium  is  5.868X 
while  that  of  U-%  wt  %  Ti,  with  all  the  titanium  in  solution,  is 
either  5.82oS  or  5.8288,  depending  upon  whether  the  data  of 
Anagnostidis  et  al^^^^or  Douglass  respectively  is  used.  Tlie 
data  from  these  two  sources  are  plotted  for  con^arison  in  Figure  27. 
Ihe  reason  for  the  discrepancy  in  the  curves  is  not  obvious . 
Anagnostidis  et  al  heat  treated  <2mm  thick  slices  in  vacuum  followed 
by  water  quenching  after  back-filling  the  system  with  argon. 

Douglass  used  encapsulated  wafers  which  were  quenched  into  water. 
Neither  quench  rate  nor  specimen  thickness  is  known  but  no  evidence 
of  U2Ti  formation  was  detected.  It  is  known  that  at  high  quench 
rates  and  a  given  solute  content  the  'b'  lattice  parameter  can 
increase  with  increasing  quench  rate.  Hence  the  discrepancy  may 
be  due  to  a  difference  in  quench  rates. 

The  discrepancy  could  also  be  due  to  differing  effective  solute 
contents  e.g.  some  titanium  could  have  been  removed  from  solution 
as  insoluble  TiC  by  reaction  with  carbon  impurities.  Unfortunately, 
accurate  chemical  analyses  are  not  available  and  in  the  absence 
of  more  detail  of  experimental  methods  is  is  impossible  to  resolve 
the  discrepancies  between  the  two  sets  of  data. 

In  the  present  work  the  level  of  titanium  retained  in  solution 
was  lowest  in  the  as-received  and  slow  cooled  materials.  Hie 
presence  of  sharp  U2Ti  diffractions  from  these  specimens  confirmed 
that  titanium  had  precipitated  from  solution  during  the  slow  cool 
from  Y.  At  faster  cooling  rates  only  very  weak  U2Ti  diffractions 
were  observed  and  the  level  of  titanivim  retained  in  solution  was 
generally  higher.  Hie  general  absence  of  resolution 

can  be  ascribed  to  lattice  strains  resulting  from  precipitation 
of  quenching  strains  (i.e.  transformation  strains)  ,  or 

possibly  titanium  retained  in  solution. 
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GSENERAL  DISCUSSION 


It  has  been  shown  that  the  room  temperature  microstructure  of 
U-%%  Ti  is  a  sensitive  fvinction  of  cooling  rate  from  the  y  phase . 

From  the  gas  quenching  experiments  it  has  been  determined  that 
the  significant  quench  rates  are:- 

a)  <2  Ks  At  the  slowest  rate  of  cooling  from 

Y  the  structure  consists  crystallographically  of 
equiaxed  granular  O/  as  revealed  by  polarised 
light.  Etching,  which  reveals  the  'chemical 
structure',  produces  a  eutectoidal  microstructure 
reflecting  the  titanium  distribution  established 
at  higher  temperatures. 

b)  2  -  30  Ks  Cooling  rates  between  2  and  10  Ks  ^ 
result  in  structures  confirised  of  oriented  laths  of 
Widiaanstatten-like  a  in  an  equiaxed  granular  a  matrix. 

The  directionality  of  the  Widmanstatten- type  structure 
becomes  increasingly  pronounced  as  the  cooling  rate 

is  increased  to  approximately  3o  Ks 

c)  30  Ks  ^  upwards.  At  cooling  rates  in  the  region  of 
30  Ks  ^  martensitic  a’  needles  are  observed  within  a 
granular  a  matrix.  As  the  cooling  rate  is  increased 
the  martensitic  structure  becomes  increasingly  pre¬ 
dominant  until  at  quench  rates  in  excess  of  ~lOO  Ks  ^ 
the  structure  is  almost  fully  martensitic.  However, 
a  fine  granular  a  delineation  of  the  prior  y  grain 
boundaries  persists  even  at  cooling  rates  in  the 
region  of  480  Ks  This  fine  granular  a  phase  is 
assumed  to  have  been  formed  by  nucleation  and  growth 
during  the  quench. 

Neither  metallography  or  X-ray  examination  revealed  any  evidence  of 
8  phase  retention  at  room  temperature,  regardless  of  cooling  rate. 

The  role  of  8  phase  in  the  y  a  decomposition  must  therefore  be 
deduced  by  reference  to  room  temperature  microstructures.  At  very 
slow  cooling  rates  8  formed  initially  from  y  by  nucleation  and  growth. 


Depression  of  the  y  -►  S  +  02"^^  eutectoid  temperature  resulted  in 
a  higher  proportion  of  3  in  the  structure  than  would  be  expected 
under  equilibrium  cooling  conditions-  The  structure  thus  consisted 
of  areas  of  3  surrounding  residual  y  regions  which  subsequently 
transformed  to  3  +  U2Ti.  On  further  cooling  a  nucleated  from  3 
and  grew  to  form  the  roughly  equiaxed  structure  observed  under 
polarised  light. 

A  similar  sequence  of  precipitation  occurred  at  slightly  faster 
cooling  rates  except  that  a  Widmanstatten- type  lath  precipitation 
of  6  from  Y  was  induced.  Furthermore,  the  residual  y  regions  may 
have  transformed  directly  from  y  to  “  +  U2Ti  producing  a  granular 
or  fine  lamellar  structure. 

At  higher  cooling  rates  (i.e.  in  excess  of  30  Ks  martensitic 

o'  needles  were  observed.  This  indicated  that  transformation  from 

a  to  3  was  suppressed  to  below  the  M  temperature  of  615°C,  determined 

(15)  ® 

by  Eckelmeyer  and  Zanner  ,  and  the  fine  granular  a  matrix  was 
formed  directly  from  y  .  On  etching  this  matrix  appeared  featureless, 
in  contrast  to  the  eutectoidal  appearance  associated  with  slower 
cooled  microstructures .  This  was  indicative  of  the  fact  that  at 
higher  quench  rates  a  higher  proportion  of  titanium  was  retained  in 
solution  where  its  distribution  was  approximately  uniform.  This 
argument  is  supported  by  the  results  of  the  X-ray  examination  which 
confirmed  that  a  large  proportion  of  titanium  remained  in  solution 
after  the  faster  quenches.  For  instance,  after  quenching  at  approx¬ 
imately  100  Ks  ^  or  more,  approximately  h  -  ^  of  the  available 
titanium  was  retained  in  solution.  (Note;  0.75  wt  %  Ti  =  4  at  %  Ti) . 

The  above  levels  of  titanium  retention  would  result  in  a  considerable 
increase  in  mechanical  properties  if  the  titanium  were  precipitated 
as  U2Ti  by  low  temperature  ageing.  In  Appendix  A  it  has  been  assumed 
that  2  at  %  titanium  is  precipitated  as  02'^^'  shown  that  this 

would  result  in  a  precipitate  volume  fraction  of  roughly  0.05. 

Assuming  that  this  precipitate  is  uniformly  distributed  throughout 
the  matrix  in  the  form  of  lOoS  diameter  spheres,  it  is  shown  that 
the  average  distcince  of  closest  approach  of  the  particles  is 
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approximately  20%.  If  the  particles  were  coarsened  to  5oo%  the 
average  distance  between  particles  would  be  approximately  8o8.  Ihis 
would  be  expected  to  result  in  significant  levels  of  strengthening. 

The  above  predictions  are  borne  out  by  the  results  of  ageing 
treatments  on  end  quenched  and  controlled  quenched  bars .  With 
reference  to  the  end  quenched  bar,  hardness  measurements  indicated 
that  only  a  comparatively  low  level  of  strengthening  could  be 
achieved  by  retaining  titanium  in  solution.  However,  in  regions 

of  the  bar  where  a  lower  quench  rate  had  resulted  in  precipitation  j 

of  U_Ti  during  the  quench,  a  slightly  higher  hardness  was  achieved.  j 

i 

After  ageing  this  situation  was  reversed.  The  highest  hardness  was  | 

obtained  in  regions  of  the  bar  which  had  retained  most  titanium  in  j 

solution  during  quenching,  (see  Figure  ] 8) .  Very  little  age 

hardening  occurred  in  regions  where  U2Ti  had  precipitated  during 

the  quench.  However,  X-ray  examination  of  the  slower  cooled  regions 

of  the  end  quenched  bar  indicated  that  between  1  -  2  at  %  titanium 

remained  in  solution  after  quenching,  (see  Table  2) .  This  level  of  : 

titanium  should  produce  significant  levels  of  precipitation  hardening. 

The  fact  that  no  precipitation  hardening  was  obtained  in  the  slower 
cooled  regions  of  the  bar  (Figure  18)  suggests  that  exsolution  of  the 
titanium  during  ageing  promoted  growth  or  overageing  of  the  existing 
precipitates  rather  than  the  nucleation  of  a  fine  distribution  of 
UjTl. 


The  X-ray  results  indicated  that  between  2  and  3  at  %  titanium  was 
retained  in  solution  in  the  bar  quenched  at  an  immersion  rate  of 
loo  ram/s.  Ageing  resulted  in  a  general  increase  in  hardness  of 
typically  120  -  130  Vickers  hardness  points  to  approximately  475 
although  larger  increases  were  observed  near  the  end  of  the  bar  where 
I  the  initial  cooling  rate  was  greatest.  The  significance  of  these 

results  is  two-fold.  Firstly,  they  confirm  that  hardnesses  in 
excess  of  480  Hv^q  are  obtainable  in  these  bars.  A  series  of  isothermal 
and  isochronal  experiments  should  now  be  carried  out  on  similarly 
quenched  bars  in  order  to  determine  the  optimum  ageing  treatment. 
Secondly,  they  show  that  full  diameter  bars  can  be  quenched  at  a 
sufficiently  high  rate  to  give  a  good  hardening  response  on 
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subsequent  ageing,  yet  without  inducing  quench  cracking  or 
centreline  void  formation.  The  negative  volume  change  associated 
with  the  Y  -»•  a  treins formation  in  U-Ti  can  produce  sufficiently 
high  stresses  in  quenched  rods  to  result  in  the  above  types  of 
defects .  For  example,  after  water  quenching  a  bar  1%" 
diameter  x  4"  long  from  BOO°C,  Ammons  has  measured  residual 
tensile  stresses  of  110  and  85  ksi  in  the  longitudinal  and 
tangential  directions  respectively.  Anderson'  has  also 
observed  large  centreline  voids  in  1^"  diameter  U-h  Ti  bar 
similarly  quenched. 

In  the  present  work  the  only  evidence  of  centreline  defects 
observed  were  pores  at  a  single  position  in  the  plunge  quenched 
bar.  These  pores  were  not  observed  in  a  region  of  the  bar  which 
had  landergone  the  highest  rate  of  cooling  and  it  is  considered 
more  likely  that  they  resulted  from  shrinkage  during  or  immediately 
after  y  phase  extrusion  rather  than  from  quenching  effects.  These 
defects  apart,  no  evidence  of  quench-induced  centreline  defects 
was  observed  in  any  of  the  specimens.  This  can  be  ascribed  to 
the  moderate  quench  rates  obtained  by  oil  quenching  rather  than 
water  quenching. 

The  Y  extruded,  as-recieved  material  exhibited  a  prominent  texture 
with  (002)  perpendicular  to  the  extrusion  direction.  (021)  and 
(111)  textures  were  also  prominent.  These  textures  could  be 
irtially  destroyed  by  reheating  into  the  y  field  followed  by 
quenching  at  up  to  approximately  300  Ks  ^  which  produced  almost 
random  orientation.  Pronounced  textures  were  not  induced  by 
controlled  immersion  at  100  mm/s  or  10  mm/s.  This  is  somewhat 

(17) 

surprising  since  in  other  work  an  a-extruded  U-^  Ti  in  the 
form  of  SOicni  diameter  bar  the  (002)  extrusion  texture  was  replaced 
by  a  prominent  (200)  transformation  texture  after  controlled 
immersion.  Further  effort  is  required  to  produce  more  prominent 
transformation  textures  in  the  present  bars.  The  desirability 
of  inducing  certain  textures  in  uranium  and  its  alloys  arises  from 
the  fact  that  at  room  ten5)erature  there  exists  only  one  easy  slip 
system i.e.  (010)  [looj  ,  and  it  has  been  found  possible  to 
achieve  significant  levels  of  texture  strengthening.  For  instance. 


i 
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while  the  Yovmg's  modulus  of  nontextured,  polycrystalline,  pure 

“6  *“2 

a-uranium  is  29  x  10  Ibf.in  at  room  temperature  it  can  be 

6  6  2 

varied  between  21  x  10  and  41  x  lo  Ibf.in  by  suitable 

^  ^  .  (19,20) 

texturing 
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CONCLUSIONS 


Hie  following  conclusions  are  dravm  from  the  present  work:- 

i)  The  as-received  material  has  a  roughly  equlaiced,  granular 
a  structure  with  U2Ti  distributed  as  particles  in 
one  phase  of  a  fine  lamellar  structure.  Hie  structure  is 
consistent  with  that  expected  in  a  material  slow  cooled 
from  the  y  phase  subsequent  to  final  processing. 

The  material  has  a  relatively  low  inclusion  content, 
most  of  which  were  in  the  form  of  glassy  silicates. 

ii)  Cooling  rates  from  the  Y  phase  have  been  varied  between 
2  and  480  Ks  Hiis  resulted  in  microstructures 
ranging  from  granular  ot  after  slow  cooling  to  almost 
fully  martensitic  at  the  higher  cooling  rates.  The 
fine  grained  a  produced  by  the  slowest  cooling  rates 
bore  little  relationship  to  the  eutectoid-like  structure 
found  on  etching.  At  slightly  increased  rates  of  cooling 
oriented  laths  of  a (probably  derived  from  the  g  phase) 
existed  within  prior  y  grains,  the  remainder  of  which  had 
transformed  to  a  roughly  equiaxed  a  structure.  At  quenching 
rates  in  excess  of  approximately  30  Ks  ^  increasingly 
greater  proportions  of  martensitic  a'  were  observed  in  a 
granular  a  matrix. 

iii)  Hie  general  absence  of  centreline  cracking  or  void 

formation  is  attributed  to  the  moderate  quench  rates  which 
are,  nevertheless,  sufficiently  hi^  to  retain  approximately 
half  of  the  available  titanium  in  solution. 

iv)  Ageing  resulted  in  marked  increases  in  hardness  to  approximately 
480  Hv^q  generally,  with  higher  values  (up  to  520  Hv^q)  in 
regions  where  the  Initial  quench  rate  was  highest. 

v)  A  pronounced  (002)  texture  existed  in  the  as-received 

material.  Hiis  persisted,  but  was  much  less  pronounced,  after 
reheating  into  the  y  phase  field  and  cooling  at  any  rate. 
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Strong  transformation  textures  were  not  produced  by 
controlled  immersion  quenching  at  rates  of  immersion 
of  10  or  loo  mm/s.  However,  C002) ,  (021)  and  (111) 
textures  were  generally  prominent  in  these  specimens. 
Furthermore,  other  work  on  a  similar  alloy  extruded 
in  the  a  phase  has  shown  that  more  pronounced  textures 
can  be  induced  by  controlled  quenching  at  certain  rates 
of  immersion. 
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APPENDIX  A 


CALCULATION  OF  NUMBER  AND  DISPERSION  OF  U^Ti  PARTICLES 
CORRESPONDING  TO  PRECIPITATION  OF  2at%Ti  PROM  URANIUM 


It  is  asstuned  that  2at%Ti  is  precipitated  from  solution 
in  the  form  of  stoiohionetric  U  Ti. 

,  (21) 

Parameters  of  ^2*^^  unit  cell 


Hexagonal  a  =  4.828R  c  =  2.847S 

2 

Volume  of  unit  oell  =  /3/2  a  C 


2  -24  3 

=  0.866(4.828)  x  2.847  x  10  cm 


Number  of  U^Ti  unit  cells 


For  2at?iTi,  number  of  unit  cells  = 


2pN 

100  X  AT.  OT.  U 


cells  cm 


where  N  =  Avagadro’s  number 

p  =  density  of  uranium  =  19.05  gm  cm 


Hence , 


number  of  cells  = 


2  X  19.05  X  6.0235  x  10 
100  X  238.03 


24  T 

3.81  X  6.0235  X  10  cells  cm” 

"  4 

■2.3803  X  10 

Total  volume  of  U^Ti  precipitate  corresponding  to  2at%Ti 

Total  volume  of  cells  =  Volume/cell  x  Number  of  cells 

2  -24  24 

=  0,866(4.828)  x  2.847  x  10  x  3.81  x  6.0235  x  10 


2.3803  X  lO 


=  5.541  X  lO  ^  cm^ 


Mow  assume  that  the  above  volume  of  U^Ti  precipitate  is  uniformly 
distributed  in  the  form  of  spherical  particles  10o8  in  diameter. 

Volume  of  lOoS  di^uneter  sphere  =  ^^3  w  r^ 

,„-18  3 

=  11/6  X  10  cm 


Number  of  precipitates/cm  =  N  =  Total  volume  to  be  precipitated 

Volume/ particle 


=  10.6  X  10 


10  cm 


Average  distance  between  precipitate  centres 


(22)  (23) 

Following  Hertz  and  Chandrasekhar  ,  the  average 
distance,  X,  between  randomly  distributed  particle  centres  in 
a  volume,  V,  is  given  by: 


X 

V 


0.554  N 

V 


=  0.177  X  10 


cm 


=  12oS 


Hence  for  lOoS  diameter  speheres  the  average  distance  of  closest 
approach  is  2oS. 

If  the  sphere  diameter  is  increased  to  50oS  the  above 
calculation  can  be  repeated  to  predict  an  average  distance  of 
closest  approach  of  approximately  8oS. 


WT.  %  Ti 

0  5  10 


Figure  l  The  uranium-rich  portion  of  the  uranium-  titanium  phase  diagram, 
after  Knapton(5) 


Note:  3/4  WT.  %  Ti  ^  4  AT.  %  Ti 


Thermocouple 


Figure  2  .  Diagram  of  vertical  quenching  furnace 


Figure  3a 


CROSSED  POLARS 


Figure  4b. 


P0305 


Figure  4.  Scanning  electron  micrograph  (Figure  4a) 

and  linescan  for  titanium  (Figure  4b)  from 
as- received  material. 


R812 


Figure  6 


Showing  mlcrostructuxe  after  cooling 
at  30  Ks~l.  ETCHED  AND  CROSSED  POLARS 


Figure  7. 


Showing  microstructure  after  cooling  at 
320  Ks-1.  CROSSED  POLARS 


Collar  Collar  Collar  Collar 


Figure  8  Microstructual  regions  in  quenched  bars 


Figure  9. 


Showing  general  microstructure  2fflm 
from  end  of  of  plunge  quenched  bar. 
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Figure  10a 


CROSSED  POIARS 


Figure  1(%.  ETCHED  (BRIGHT  FIELD) 

Figure  10.  Showing  microetructure  SniD  from 

bottom  end  of  plunge  quenched  bar 


Figure  12.  Showing  pores  near  centreline  of  plunge  x  150 
quenched  bar,  60inm  from  bottom  end.  N9056 

ETCHED  (BRIGHT  FIELD) 


Figure  13.  Showing  meortensitic  o'  microstructure  close  x  150 
to  outer  edge,  60mm  from  bottom  end  of  F4649 

plunge  quenched  bar. 

CROSSED  POLARS 
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R812/4 


ETCHED  + 


Immersion  depth 


Variation  of  Vickers  hardness  with  distance  in  end  quenched  bars 


Figure  19a 


CROSSED  POLARS 


Fi auro 
1'  1 '  lurc 


ETCHED  (BRIGHT  FIELD) 

ID,  Showinq  nii cros t ructuro  JOmni  from  ond  of  !■ 
imnuTSi'd  ,it  lOOinm/;''. 


Note:  Hardness  measurements  taken 
at  mid-radtus  position 
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Variation  of  hardness  with  distance  from  end  of  bar 


Figure  24b.  ETCHED  (BRIGHT  FIELD) 

Figure  24.  Shoeing  microstructure  SOnm  from  end  of 
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igure  27  Variation  ofViattice  parameter  with  composition  according 
to  Anagnostidis  et  al^^^^and  Douglas^^^’ 


